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ABSTRACTED -PUB -NO: EP 3 9533 6A 

BASIC- ABSTRACT: Soft, non-woven fabric comprises crimped, 
bi- component 

composite filaments having one component compsed of 3- 40 
wt . % 

propylene/ethylene random copolymer with a m.pt. of 110 - 150 
deg.C, as 

determined by differential scanning calorimeter main peaks, 
and a melt flow 

rate (ASTM D-1238 (L) not greater than 15 gram per 10 mins. 
blended with 97 - 

60 wt.% of polyethylene with a melt flow rate (ASTM D-1238 
(E) ) not less than 

15 gram per 10 mins. and a second main component composed of 
crystalline 
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polypropylene with a melt floe rate (ASTM D-1238 (L) ) not 
less than 10 gram per 
10 mins . . 

USE ADVANTAGE - The fabric has an good softness value per 
unit . wt . and can be 

produced by high-speed take-up melt spinning. i . e . it can be 
spun-bonded 

directly from spun filaments, the rate of prodn being higher 
than for other 

dry-method or wet-method non-woven fabrics. Fabric has 
partic. application for 
sheets of disposable napkins. 

ABSTRACTED- PUB-NO: EP 395336B 

EQUIVALENT-ABSTRACTS: A soft nonwoven fabric of filaments, 
said filaments being 

composed of crimped bi -component composite filaments composed 
of (A) a first 

component composed of (a) 3 to 40% by weight of a 
propylene/ethylene random 

copolymer having a melting point, determined from DSC main 
peaks of 110 to 

150deg.C and a melt flow rate (ASTM D-1238 (L) ) of not more 
than 10 g/10 

minutes and (b) 97 to 60% by weight of polyethylene having a 
melt flow rate 

(ASTM D-1238 (E) ) of at least 15 g/10 minutes and a density 
of less than 

0.935g/cm3, and (B) a second component comprising crystalline 
polypropylene 

having a melt flow rate (ASTM D-1238 (L) ) of at least 10 g/10 
min. as a main 
component . 

US 5108820A 

Soft nonwoven fabric of filaments comprises filament contg. 
crimped 

bi-component composite filaments. Composite comprises (a) 
3-40 wt.% of 

propylene/ethylene random copolymer of m.pt. 110-150 deg. C 
and melt flow rate 

15g per 10 mins. or less, and 97-60 wt.% of polyethylene of 
melt flow rate 15 

g per 10 mins. or more; and (b) crystalline polypropylene of 
melt flow rate 10 

g per 10 mins. or more as main component. USE - As 
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disposable bed sheets and 
liners for diapers. 
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